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so obtained by two to obtain the amount of it present in the
original weight of sample taken for the analysis.

The other 125 c.c. of the solution of iron and titanium is
reduced by stannous chloride as described on page 443 for Iron.

RESULTS OBTAINED ON KNOWN MIXTURES

Added. Grams of ZrOs.

Added gram of 0.297 Zr02
Added gram of 0.014 Fe2O3
Added gram of 0.0186 A12O3
Added gram of 0.0099 Ti02

Found Grams of ZrOa.

Found gram of 0,294   ZrO2
Found gram of 0.0128 Fe2O3
Found gram of O.D.183 A1203
Found gram of 0.0094 TiO2

RESULTS OBTAINED FROM A SAMPLE OF CRUDE ZIRCONIA
72.25 ZrO2; 4.40 Fe203; 2.35 A1203;    2.05 TiO2;
16.00SiO2; 0.64Mn02; 1.73 ignition; 0.87 C02.